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Description 

Technical field 

5 The present Invention relates to heat stable high viscosity starches. The starches of the present invention are 

obtained by reacting high viscosity starch with activated chlorine under alkaline conditions. The starches of the present 
invention are used to replace viscosity stable starches obtained by conventional chemical cross-bonding. 

Background of the invention 

10 

When native starch granules are dispersed in water and heated the granules hydrate and swell at a temperature 
of 60" C. The starch suspension shows a peak viscosity at temperatures between 65 and gs^C. The increased viscosity 
is a desirable characteristic in many food applications. The swollen granules are hbwever very fragile and tend to 
disintegrate which leads to a decrease in viscosity. Shear or extreme pH conditions tend to speed up this disintegration 
'5 process. 

High viscosity starches are starches which show an important increase in viscosity characteristics upon heating. 
Starches with a high swelling power are those derived from waxy varieties and starches derived from tubers and roots 
(e.g. potato, tapioca). The swollen granules burst to a large extent during heating which leads again to a drastic viscosity 
breakdown. 

20 In order to overcome the undesirable viscosity breakdown starches may be stabilized. The viscosity breakdown 

can be overcome by treating the starch granules with chemical reagents. These reagents introduce. intermolecular 
bridges or cross-links between the starch molecules. Stabilized high viscosity starches show substantial swelling of 
the granules on heating without disintegration of the swollen granules on prolonged heating. The integrity of the highly 
swollen starch granules in the heat stage guarantees a stable paste viscosity. 

2S Typically cross-bonding of starch is performed with reagents such as phosphorus oxychloride. sodium trimeta- 

phosphate, adipic anhydride, epichlorohydrin etc.. In order to obtain stabilization at the highest possible viscosity level 
very low amounts of cross-linking agent are applied. The characteristics of the final product are very much dependent 
on the reaction conditions which have been applied. Smalt deviations In the dosed amount and slight changes in 
reaction time give rise to modified starches with an unpredictable viscosity behavior. 

30 Highly swollen (viscous) cooking stable starches are used in many different applications, for example in the prep- 

aration of soups, sauces, meat products, dressings, micro-wavable food and in the preparation of bakery creams and 
fillings. 

Convenience foods need to have a high viscosity and snrKX^th texture after heating (to 80-100**C). Stabilized high 
viscosity starches are particularly suitable for the mentioned applications. 
35 The field of applications further includes Instant thickening food preparations when these starches are used in a pre- 
gelatinized fomn obtained by e.g. by roll-drying. 

Chemical modification of starches is a well-known process the process has been described in several patents. With 
respect to background of the present inventk>n the following patents may be relevant. 

JP-B-071 06377 (Japan Maize Products, Derwent publication 2 April 1971, page 6 AN 1112945S) describes the 
40 oxidation of starch. This patent describes a strong oxidation as it is mentioned that the temperature of the start of the 
gelatin izat ion descends. It can be concluded that the conditions are such that the starch is de-polymerized. 

US patent 1 .937,543 describes a method of making starch. It is described that an undesirable excess of sulfur 
dioxide is removed by the addition of a determined amount of sodium hypochlorite sufficient to oxidize the sulfur dioxide. 
Only a slight excess of the hypochlorite is used as an excess of chlorine may detrimentally affect the taste of the finished 
45 product. Starch is thus reacted with a slight excess of hypochlorite in relation to the sulfur dioxide which is present in 
an amount of from 15 to 20 parts per million. The product is reported to become thicker boiling. 

US patent 2, 1 08,862 describes a process of making halogenated thick boiling starches. The reaction is performed 
at acidic pH. 

US patent 2,317,752 describes a method of producing what the inventors call Inhibited' starch i.e. starch differing 
50 from raw starch in that it yields upon cooking in aqueous mjedia a.'short* smooth and stable paste. It is reported that it 
is known that the reaction of starch with hypochlorite gives thin-bolling starches. Inhibited starches according to this 
patent arie obtained when hypochlorite is used in combination, with a considerable amount of a reaction modifier 

US patent 2,354,838 describes a method for thinning waxy maize starch by hypochlorite treatment. The products 
obtained according to this patent are low viscosity starches with excellent clarity, adhesive strength and no retrogra- 
55 dation tendency. 

US patent 2,989,521 describes a method of cross-linking and oxidizing starch. The starting material for the hy- 
pochlorite treatment is extremely highly cross-bonded starch obtained with epichlorohydrin and with no measurable 
viscosity. This starch is then treated with high amounts of hypochlorite In order to weaken the structure and increase 
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the viscosity. The diglycerol ether bonds are not broken during the alkaline hypochlorite treatment. By this treatment 
a large number ot carboxyl groups (3-9 mol/100 AGU) are introduced. Due to these hydrophylic groups the starch can 
better swell in water and develops a high viscosity. 

US patent 4,281,111 describes a hypochlorite treatment of starch at pH of around 3 followed by a hydroxypropyla- 

5 tion. 

Extensive chemical cross-bonding of starches is not allowed when the products are to be used in food applications. 
There is therefore a need for starch products which have been treated under mild conditions and which nevertheless 
have acquired the characteristics of a heat stable high viscosity starch. Moreover such mildly treated starches are 
allowed as ingredients in food products. 

10 

Summary ot the invention 

The present invention discloses heat stable high viscosity starches obtained by reacting starch or chemically mod- 
ified starches with activated chlorine under alkaline conditions. Preferably the starches or modified starches are high 
IS viscosity starches which may be selected from the group consisting of waxy, root and tuber starches, most preferred 
are waxy starches including waxy maize, waxy rice, waxy potato, waxy sorghum and waxy barley. As chemically mod- 
ified starches alkenyl succinate esters are used. More preferably noctenyl succinilated starches. 

The stabilized high viscosity starches ot the present invention are prepared by reacting the starch with hypochlorite 
under alkaline conditions. Alternatively other chlorine forming agents are used. 
20 The present invention also discloses starches which have been treated with hypochlorite and n-alkenyl succinic 

anhydride (nASA), this treatment is preferably performed in the order first the anhydride then the hypochlorite. Specif- 
ically, the treatment is performed with n-octenyl succinic anhydride (nOSA). 

The starch products of the present invention are used to replace the viscosity stable starches obtained by con- 
ventional cross-bonding. 
25 Furthermore the invention discloses applbations of these starches. 

Description of the figures 

Figure 1 Brabender viscograms of waxy maize starch (Cerestar 04201 , 30 g/ 450 ml) treated with 1 000 ppm active 
30 chlorine (added in the form of NaOCI) at pH 10.5 for 1, 3 and 5 hours. 

Figure 2 Brabender viscograms of waxy maize starch (Cerestar 04201 . 30 g/ 450 ml) treated with 1 000 ppm active 
chlorine (added in the form of NaOCI) for 1 hour at pH 7.5. 8.5. 9,5 and 10.5. 

Figure 3 Brabender viscograms of waxy maize starch (Cerestar 04201 , 30 g/ 450 ml) treated with 1.6% acetic 
anhydride and 1000 ppm hydrogen peroxide, 1000 ppm peracetic acid or 1000 ppm sodium hypochlorite. 
35 Figure 4 Brabender viscograms of waxy maize starch (Cerestar 04201 , 30g/450ml) treated with 3% n- octenyl 

succinic anhydride and 2000 ppm active chlorine (as sodium hypochbrite) (Brabender viscogram at pH 5.5) 

Figure 5 Brabender viscograms of waxy maize starch (Cerestar 04201 , 30g/450ml) treated with 3% n- octenyl 
succinic anhydride and 2000 ppm active chlorine (as sodium hypochbrite) (Brabender viscogram at pH 3.0) 

Figure 6 Brabender viscograms of waxy shrunken 1 (wxshr-1 ) starch treated with 2000 ppm active chlorine (added 
40 in the form of NaOCI) for 1 hour at pH 9.5. 

Figure 7 Brabender viscograms of dull waxy (duwx) starch treated with 2000 ppm active chlorine (added in the 
form of NaOCI) for 1 hour at pH 9.5. (Brabender viscogram at pH 5.5.) 

..Figure 8 Brabender viscograms of dull waxy (duwx) starch treated with 2000 ppm active chlorine (added in the 
form of NaOCI) for 1 hour at pH 9.5. (Brabender viscogram at pH 3,0.) 

45 

Detailed description of the invention 

The present invention discloses a heat stable high viscosity starch prepared without the use of conventional cross- 
bonding reagents. All starches can be used to prepare the heat stable high viscosity starches according to the present 
50 invention. We prefer the use of starches selected from the group consisting of waxy, root and tuber starch. Most pre- 
ferred are waxy starches including waxy maize, waxy rice, waxy potato, waxy sorghum and waxy barley. 

The starches may be used as such or they may be chemically modified before or after the hypochlorite treatment. 

The present invention is also illustrated by the treatment of double mutant starches dull waxy (duwx) and waxy 
shrunken-1 (wxshr-1) which showed the same favorable results. Moreover it could be shown that the treated double 
55 mutant starches showed an increased acid stability. This effect was most pronounced with the duwx starch. 

Waxy starches and root or tuber starches normally suffer from a pronounced viscosity breakdown during prolonged 
heating. Therefore the stabilization effect due to the treatment of the present invention is most beneficial in these cases. 
Contrary to this group regular cereal starches (maize, wheat, sorghum) or leguminous starches (smooth pea. faba 
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bean) and high amylose starches show no viscosity breakdown when heated at neutral pH under atmospheric condi- 
tions. Nevertheless these starches are further stabilized by the treatment of the present invention. 

The products of the present invention are starches which due to the mild treatment with active chlorine have been 
modified in such a way that they retain a high viscosity even upon prolonged heating. The products of the present 
5 invention also retain high viscosity when heated under alkaline or acidic conditions. Furthermore the high viscosity is 
also retained after repeated heating and cooling. 

The starches of the present invention show only a slight decrease of viscosity during the measurement with the 
Brabender viscograph, preferably the drop In viscosity Is less than 20% more preferably less than 1 0% during heating 
at 95^C 

10 Of particular interest is the finding that the same effect is found when the starch is succinylated. In this case the 

starch Is treated wrth n-alkenyl succinic anhydride (n-ASA), preferably with n-octenyl succinic anhydride (nOSA), 

Moreover it was found that if the treatment with hypochlorite was perfomed after the treatment with nOSA the 
product differed from the product obtained by performing the reactions In the other order 

The starch products of the present invention are obtained by reaction with hypochbrlte, preferably in the form of 
IS the sodium or calcium salt, corresponding to 100-4000 ppm active chlorine, preferably 500-2000 ppm, at a pH which 
is between 7.5 and 11.5 preferably between 8.5 and 10,5, 

In general the reaction conditions (chlorine level, time, temperature, pH) have to be controlled in such a way that 
no starch degradation and no substantial formation of carboxyl groups (<0.1%) occur. 

Typical reaction times and temperatures are between 0.25 to 5 hours and between 10 and 55^*0 respectively. 
20 The reaction is preferably carried out on native starches, however the combination with chemical substitutions 

such as acetylation, hydroxy propylation or n-octenylsucclnylation is not excluded. When the reaction is carried out in 
combination with a chemical modification such as acetylation, hydroxypropylation or n-octenylsuccinylation, the treat- 
ment with chlorine can occur before, during or after the chemical modificatbn reaction. The treatment during or after 
the chemical modification is preferred because of a more pronounced stabilization effect with the same treatment level 
2S of chlorine (Example 5). 

Despite the fact that the intention is to replace the sometimes difficult to control chemical cross-bonding reaction 
(e.g. by phosphorus oxychloride, sodium trimetaphosphate or adipic anhydride) by alkaline chlorine treatment, a com- 
bination with this kind of modification can be beneficial too for further enhanced viscosity stabilization. 

The hypochlorite of the present process can be replaced with a combination of reactants which are capable of 
30 forming active chlorine in situ. e.g. peracetic acid and/or hydrogen peroxide in the presence of excess chloride ions. 

A further advantage of the process of the present invention that is the hypochlorite reaction performed under 
alkaline conditions is that a number of the other possible cross-bonding reaction are also nomr>ally performed under 
alkaline conditions so that the reactions can be pertonmed simultaneousty or consecutively without the need for chang- 
ing the pH between the steps. Thus a one-pot process becomes possible. Such other modification reactions include 
35 hydroxypropylation and acetylation 

The heat stable high viscosity starches of the present invention are used In any application where thick boiling 
I starches are used, important applications include t hickeners for soups and sauce s, stabilizers for meat products, in 
dressings, spreads, convenience food. 

tJCT'd'to'the' high w^ BTriding capacity the products of this Invention improve the freshness of bakery products. 
40 Pre-gelled products (instant starches) are especially suited for the stabilization of bakery products including fillings and 
creams. 

In addition it is possible to replace only part of the classically cross linked starch with the starches of the present 
invention. 

An additional advantage of the process of the present invention is the bleaching effect of the reaction which leads 
45 to a colorless product. In addition micro-organisms are eliminated leading to a more or less sterile product. 

The present invention is illustrated by the reaction of waxy maize starch with sodium hypochlorite (Example 1). 
Waxy nnaize starch is reacted with 1000 ppm active chk^rlne added In the form of sodium hypochlorite The reaction is 
continued for 1 , 3 and 5 hours, respectively. The reaction time does not have a significant influence on the heat viscosity 
stability as measured by Brabender viscosymeter experiments. 
so In Example 2 it is demonstrated that the viscosity stabilization effect is pH dependent and that the effect increases 

with increasing pH. 

In Example 3 other starches than waxy maize starch were treated according to the principle described in Example 
^ - 1. Treatment was at pH 9.5 for 1 hour for waxy barley starch and potato starch and at pH 8.5 for tapioca starch. The 
viscosity data show clearly that the hypochlorite treatment under alkaline conditions of other waxy starches and of 
.55 tuber and root starches leads to a similar viscosity improvement as shown for waxy maize starch. 

In Example 4 it is demonstrated that the effect is not observed when acetylated waxy maize starch is treated with 
hydrogen peroxide or peracetic acid. 

Figure 3 demonstrates the surprising viscosity improving effect of hypochlorite in comparison with hydrogen peroxide 
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10 



or peracetic acid treatment for acetylated waxy nnaize starch. This example further serves to demonstrate that the 
effect Is also observed when starting from chemically modified starch. 

Example 5 shows that an even higher stabilization effect is obtained in combination with n-octenyl succinylation. 
This example further demonstrates, that the sequence n-octenylsuccinylatlon - hypochlorite treatment leads to a better 
stabilization effect than the opposite sequence. A particular advantage of the combination n^Dctenyl succlnylation - 
hypochlorite treatment is the high acid stability of this modified starch (Figure 5). 

In Example 6 it is shown that double mutant majze starches can also be used with the same favorable results. 
Typically dull waxy (duwx) and waxy shrunken-1 (wxshr-1) maize starches have been used. The hypochlorite treated 
products show a considerably increased hot viscosity. (Figures 6 and 7). 

It is further shown that treated double mutant starches (in this case waxy starches) show a considerably Increased 
acid stability when compared with untreated double mutant starch. This effect is most pronounced with duwx maize 
starch. (Figure 8): 
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Experimental 

The Brabender viscograms have been measured at pH 5.5 except for the duwx double mutant starch which has 
also been measured at pH 3:0 (Example 6). 

Example 1 

2 kg of native waxy maize starch (Cerestar 04201) are slurried in 3 1 of tap water. The suspension is heated to 
30°C and the pH is adjusted at 10,5. To this slurry sodium hypochlorite is added in an amount corresponding to 1000 
ppm of active chlorine. Under steady stirring the reaction is allowed to proceed for 1 , 3, and 5 hours. After these time 
intervals samples are taken, the pH is brought to about 6 and excess chlorine is neutralized with sodium bisulphite. 
Subsequently the slurry is washed 2 times with the double volume of water and the resulting fitter cake is dried in a 
fluid bed dryer (Fa. Retsch) at 60^*0 to 1 0-1 5% moisture alternatively the cake is allowed to dry at ambient temperature 
overnight on the bench. From these starches Brabender viscograms are taken at a concentration of 30g starch/ 450 
ml water (see Figure 1 ). Contrary to untreated waxy maize starch the products prepared according to this method show 
high and stable heat viscosity and a cold viscosity (50**C) which is more than 3 times higher than that of the base 
material (expressed in Brabender units BU). The treatment time has only a marginal influence on the viscosity profile. 
The pastes can be stored overnight at ambient or refrigerator temperature without showing any gelling tendency 

Example 2 

This example demonstrates, that the viscosity stabilization effect is pH dependent and. that the effect increases 
with increasing pH. . > 

The reactions on waxy maize starch were performed as described in Example 1, except the reaction time was fixed 
at 1 hour and the reaction pH was varied between 7.5 and 1 0.5. The Brabender curves cif Figure 2 demonstrate that 
the highest stabilization effect is obtained at pH 10.5 and that at pH 7.5 the viscosity at 95*C Is still slightly breaking 
down. Consequently the set-back viscosity becomes higher with Increasing pH too. 

Example 3 . . , . 
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In this example other starches than waxy maize starch were treated according to the principle described In Example 
1 . Reactions were performed at pH 9.5 for 1 hour for waxy barley starch and potato starch and at pH 8.5 for tapioca 
starch. The attached table shows a comparison of the viscosity after 30 min at 95*C (BU -95/30*) which is a measure 
for the heat stability and after cooling to 50**C (BU- 50) of the hypochlorite treated starch in comparison vyith the cor- 
responding base material. ... _ 
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(continued) 



Starch 


untreateid 


NaQCI- treated 


BU -95/30' 


BU-50 


Potato* 


+ 




430 


660 . 






+ 


1010 


1720 



* Different from the other starches (30 g/ 450 ml water) the viscograms for potato starch were made with I5g starch/ 450 ml water 



The viscosity data show clearly that the hypochlorite treatment under alkaline conditions ot other waxy starches 
and of tuber and root starches leads to a similar viscosity improvement as shown for waxy maize starch. 

Example 4 

2 kg of waxy maize starch are slurried In 4 1 water The pH is brought to 8.5 with IN NaOH. Then sodium hypochlorite 
was added corresponding to 1000 ppm active chlorine. At 30*^0 32 g acetic anhydride were added drop wise within 15 
min. whilst the pH was maintained at 8.0-8.5 by parallel addition of IN NaOH. After all acetic anhydride was added 
the slurry was kept 15 min at pH 8.5 before the pH and the resfclual chlorine were neutralized as described in Example 
1 . After 2 times washing the starch was dried in a fluid-bed dryer and used in this form for the Brabender characterization. 
For comparison the same reaction was carried out in the presence of hydrogen peroxide and peracetic acid respectively 
( 1 000 ppm active oxygen). 

Figure 3 demonstrates the surprising viscosity improving effect of hypochk^rite in comparison with hydrogen per- 
oxide or peracetic acid treatment for acetylated waxy maize starch too. 

Example 5 

This example denrionstrates the special benefit of the combination of n-octenyl succinylation with hypochlorite 
treatment. It .also shows that the reaction sequence is of importance for the stabilization effect. Curve a shows the 
profile of n-octenylsuccinyl starch obtained by a 1 hour treatment of waxy maize starch with 3% n-octenyl succinic 
anhydride at 30° C and pH 8.5. Curve b shows the profile which is obtained after a 1 hour treatment with 2000ppm 
active chlorine at 30^ C followed by n- octenyl succinylation as described for a. Curve c is obtained from a starch that 
is treated in the opposite sequence as described for b. 

At pH 5 5 (Figure 4) as well as at pH 3 (Figure 5) It can be seen that the treatment with hypochlorite increases the 
stability of n-octenylsuccinyl starch but the treatment with chlorine following n-octenyl succinylation gives the by far 
highest stabilizatk^n effect Even under acidic condition there is no viscosity breakdown during prolonged heating in 
this case. 

Example 6 

This example demonstrates the special benefit of the alkaline hypochk>rite treatment for the viscosity stabllizatk>n 
of starches derived from double mutant maize : 
a) dull waxy (duwx) and b) waxy shrunkeh-1 (wxshr-1). 

The reactions were performed as described in example with 2000 ppm chlorine at pH 9.5 for 1 hour. 
Contrary to the parent starches the hypochlorite treated starches show a remarkable high and stable hot viscosity and 
a corresponding set-back viscosity which is 2-3 times higher than from the-native starches. This is demonstrated in 
Figures 6 and 7. 

For the duwx maize starch it is further shown that the viscosity of the hypochlorite treated starch is more stable 

against acid (pH 3) than untreated starch (Figure 8). While the viscosity of the native duwx starch is almost completely 
broken down after 30 min. at 95*C the treated starch develops a high viscosity which only slightly decreases under 
these conditions. 



Claims / 

1. A stabilized high viscosity starch characterized in that it has been obtained by reacting starch or modified starch 
with a hypochlorite or a combination of reactants which is capable of forming active chlorine in situ under alkaline 
conditions. ' 
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2. A stabilized high viscosity starch according to claim 1 characterized in that it has been obtained by reacting the 
starch with a hypochlorite in the fomrj of the sodium or calcium salt, corresponding to 1 00-4000 ppm active chlorine 
and at a pH which is between 7.5 and 11.5. 

3. A starch according to claim 1 or 2 characterized in that the starch is selected from the group consisting of waxy, 
root and tuber starch or modified forms thereof. 

4. A starch according to claim 3 characterized in that the modified form is a starch alkenyl succinate. 



10 5. 



A starch according to claim 4 characterized in that the alkenyl succinate is n-octenyl succinate. 



6. A starch according to claim 1 or 2 characterized in that the starch is selected from the group of double mutant 
starches. 



15 7. 

a. 



A starch according to claim 6 characterized In that the double mutant starch is of the duwx or wxshr-1 type. 

A starch product obtained by first treating the starch with n-octenylsuccinic anhydride and subsequently with hy- 
pochlorite or another active chtorine forming compound under alkaline conditions. 



9. A process for preparing heal stable high viscosity starches characterized in that the starch is reacted with hy- 
pochlorite under alkaline conditions. 

10. A process according to claim 9 characterized in that the reaction is performed using between 100 and 4000 ppm 
of hypochlorite at a pH between 7.5 and 11.5. 

- i • - • 

11. A process according to claim 9 or 10 characterized in that the starch is selected from the group consisting of waxy, 
root and tuber starch or modified forms thereof and double mutant starches. 

12. A food.composition containing a starch according to any one of the claims 1 to 8. 
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Figure 1 
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Figure 3 
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Figure 4 
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(54) Stabilised high viscosity starches 

(57) The present invention relates to heat stable 
high viscosity starches. The starches of the present in- 
vention are obtained by reacting high viscosity starch 



with activated chlorine under alkaline conditions. The 
starches of the present invention are used to replace 
viscosity stable starches obtained by conventional 
chemical cross-bonding. 
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